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ABSTRACT 


The adhesion and transfer of polytetrafluoroethylene (PTFE) to 
metals in ultrahigh vacuum has been studied using Auger Emission 
Spectroscopy. The transfer was effected both by compressive static 
contact and by sliding contact. The transfer observed after static con- 
tact was independent of the chemical constitution of the substrate. 
Electron induced desorption of the fluorine in the transferred PTFE 
showed that the fluorine had no chemical interaction with the metal 
substrate. The coefficient of friction on metals was independent of 
the chemical constitution of the substrate. However, sliding PTFE 
on soft metals, such as aluminum, generated wear fragments that 
lodged in the PTFE and machined the substrate. 
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ADHESION AND TRANSFER OF PTFE TO METALS STUDIED 


BY AUGER EMISSION SPECTROSCOPY 
by Stephen V. Pepper and Donald H. Buckley 
Lewis Research Center 

SUMMARY 

The adhesion and transfer of PTFE to metal substrates in ultra- 
high vacuum (10“^° torr) has been studied using Auger emission spec- 
troscopy (AES). By means of AES the elemental composition of the 
top three atomic layers of a surface may be determined for elements 
heavier than helium. 

The experiments were performed with PTFE pins and metal disks. 
The PTFE was brought into both static and sliding contact with W, Ta, 
Fe, Al, Ni, and Cu disks as well as W disks that had been plated 
with Ag and Au. During sliding the wear track on the disk was mon- 
itored with AES and the friction force on the pin was measured. 

The PTFE pin w?s placed in static contact with the disks under 
compressive loads of 100 gms to 1000 gms for times between 5 sec- 
onds and 5 minutes. Both atomically clean (by argon ion sputtering) 
and oxidized surfaces were contacted. Examination of the contact spot 
on the disk with AES after removal of the pin revealed the presence of 
PTFE on all disks, including the Ag and Au films whether the surfaces 
were atomically clean or oxidized. The adhesion appears unrelated to 
the chemical activity of the metals, suggesting a general Van der Waals 
type of bonding interaction. 



2 


AES detected a transfer film of PTFE on the rotating metal surface 
during the initial revolution of the disk. The film was uniform across 
the track and only a few monolayers thick. The electron beam (2000 EV, 
30 pa-70 pa) that excites the Auger transitions rapidly desorbs the F in 
the PTFE film, while the carbon remains on the surface. This indicates 
that the F in the film has no ionic or covalent type of chemical interaction 
with the metal substrate. 

The coefficient of friction of PTFE on atomically clean W (load = 

250 gm, sliding velocity = 0. 07 cm/sec) was found to be 0.08. The sec- 
ond traversal on the track of the disk yielded the same coefficient of fric- 
tion. The sliding of PTFE proceeds independently of the chemical con- 
stitution of the substrate and is consistent with the lamellae -drawing pic- 
ture of the sliding of PTFE. 

The mechanical strength of the substrate, however, can be decisive 
in affecting the sliding behavior of PTFE. PTFE sliding on either an 
atomically clean or oxidized surface of aluminum in vacuum produces 
wear fragments of aluminum that lodge in the softer pin and serve to ac- 
tually '’machine” the metal disk. Such a phenomenon has been observed 
in air, but to a lesser extent. This observation in vacuum serves to fur- 
ther characterize the strength of the adhesion of PTFE to metals pointed 
out above. 

INTRODUCTION 

The polytetrafluoroethylene (PTFE) -metal interface has been a sys- 
tem of interest for many years. This interest has been generated by the 
unusual physical and chemical properties of PTFE itself. The low 
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friction and wear characteristics of PTFE have found applications in 
bearing surfaces with metal parts, while the chemical inertness has 
made it attractive for corrosive media. Its low bulk strength has usu- 
ally made it necessary to support a PTFE film by bonding it to a metal 
substrate. To understand the low friction as well as the adhesion (or 
lack of it) of PTFE, knowledge of the PTFE -metal interface is 
necessary. 

It is the objective of this paper to introduce a new technique, 
namely Auger emission spectroscopy (AES) (ref. 1) into the study of 
the adhesion and friction of the PTFE -metal interface. This technique 
uses electron spectroscopy of metal surfaces in ultrahigh vacuum to 
identify the elements heavier than helium present in the top three layers. 
The advantages of this technique are (1) oxide films, surface contam- 
inants as well as transferred species can be unambiguously identified; 

(2) the technique is sensitive to concentrations less than one monolayer 
(0. 01 monolayer); (3) the ultrahigh vacuum chamber provides a highly 
controlled environment for both the generation of atomically clean sur- 
faces and their deliberate contamination with selected gases; (4) the 
electron beam that excites the Auger transitions can desorb surface 
species and leads to additional information on the interaction between 
the adsorbate and the metal surface. 

In this study results were obtained for both static and sliding con- 
tact of PTFE on metal surfaces. The object of the experiments was to 
assess the effect of chemical constitution of the mating surface and am- 
bient environment on the adhesion and friction of PTFE. The metal sur- 
faces were both atomically clean and deliberately oxidized. AES was 
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used to chemically characterize the metals prior to contact and to ob- 
serve transferred PTFE after contact,, 

The static experiments were designed to test for adhesion between 
PTFE and metal by detecting the presence of PTFE on the metal after 
the contact. The detection of transferred polymer is also of interest 
in the tensile and peel testing of adhesive joints. In this case the locus 
of failure of the joint is determined by examination of the fracture sur- 
faces for the presence of transferred polymer. The sliding contacts 
extend the work of Makinson and Tabor on the PTFE -glass interface 
(ref. 2) to metal surfaces in general and atomically clean ones in par- 
ticular. The coefficient of friction on these surfaces is obtained and 
aspects of the transfer film on the surface examined with AES. 

BACKGROUND 

The study of the PTFE -metal interface in the field of friction and 
wear has proceeded along the same lines taken in the study of friction 
and wear of metals. Thus, Makinson and Tabor (ref. 2) have slid PTFE 
balls on glass and stuffed the friction and transfer of PTFE to the glass. 
Steijn (ref. 3), on the other hand, has slid steel balls on abraded flats of 
PTFE and observed the drawing of polymer filaments over the grooves 
in the flats. In both these studies, the observation of the PTFE was made 
by microscopy (optical or electron) and a general conclusion from these 
sliding experiments was that the PTFE adhered to the material in contact 
with it, although there was uncertainty as to the strength of this adhesion. 

There are two aspects of the above experiments that bear refinement. 
First, the experiments were performed on surfaces that were characterized 
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only in a crude sense. That is, they appeared clean by visual or electron 
microscopy or by the wetting criterion. However, it is well known that 
adhesion and friction can be quite sensitive to the chemical constitution of 
the surface. Proper identification of the oxide or contaminant films of 
monolayer thickness is therefore important (refs. 4 and 5). Certainly a 
better characterization of the contacting surface is desirable. 

Secondly, the evidence for adhesion was inferred from the ability of 
the materials contacting the PTFE to draw films of it as a result of slid- 
ing contact. More direct evidence may be obtained from static contact, 
followed by inspection of the contacted surface for transferred material. 
This procedure is widely used in the fundamental investigation of adhe- 
sion, friction and wear of metals. The technique, however, requires 
the detection of very small amounts of transferred material, amounts 
beyond the capabilities of microscopy. 

It is thus of interest to extend the investigation of the friction and 
adhesion of PTFE with modern analytic methods capable of chemically 
characterizing surface species of fractional monolayer concentration. 
Then not only can th*' precontact surface chemistry be documented, but 
the post contact visual and microscopic observation of transferred 
species can be extended to fractional monolayer concentrations. 

One such type of surface tool, the field ion microscope, has been 
used at NASA (Lewis Research Center) to study the adhesion and trans- 
fer of PTFE to tungsten in static contact. In this technique, atomically 
clean and perfect metal tips may be produced and the presence of frac- 
tional monolayer concentrations of foreign species detected. Evidence 
has been presented (ref. 6) for both adhesion and transfer of PTFE to 
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tungsten that suggests a chemical bond can exist between the PTFE 
fragment and the metal surface. The possibility of chemical bonds be- 
tween PTFE and clean metal opens up interesting lines of research in 
both the practical aspect of bonding PTFE to metal and also for basic 
research in the friction of PTFE. The experiments with AES reported 
here extend the field ion microscope work to both static and sliding 
contact on practical metal surfaces. 

APPARATUS 

The experimental apparatus has been described in reference 7, 
and is depicted in figure 1. The PTFE was in the form of a bullet with 
a radius of 0.475 centimeters (3/16 in. ) at the contact end. The metals 
to be contacted were in the form of flat disks of 6. 35 centimeters 
(2. 5 in.) diameter. The PTFE contacted the disk about 2. 54 centi- 
meters (1 in. ) from the center. The specimens were mounted in a 
stainless steel vacuum chamber which was evacuated from atmospheric 
pressure by sorbtion pumps and then by an ion pump to an ultimate pres- 
sure of 1x10“^ torr. The chamber was bakeable to 250° C. The pres- 
sure was measured by a cold cathode discharge gauge in the ultrahigh 
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vacuum (<1x10 torr) region and by a hot -cathode ion gauge in the low 
vacuum region (>1x10 torr). 

The metal disk was mounted on a rotary magnetic feedthrough that 
was either driven by a motor when the PTFE was in sliding contact or 
manipulated by hand for precise positioning of the disk following a static 
contact. The PTFE was supported by an arm that was mounted on a gim- 
bal and sealed to the chamber with a bellows. A linkage at the end of the 
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retaining arm furthest from the PTFE was connected to a strain gauge 
assembly that was used to measure friction force. Load was applied 
by a deadweight loading system . 

The surface of the disk was bombarded with 2000 volt electrons 
(30-70 microamperes) from the coaxial electron gun. The energy of 
the secondary electrons emitted by the surface are analyzed by the 
cylindrical mirror electron spectrometer surrounding the electron gun 
(fig. 1(b)). The Auger electrons found in the secondary electron energy 
spectrum identify the elements heavier than helium present in the sur- 
face region to a depth of about three monolayers. The spectrometer 
analyzed a spot (<1 millimeter diameter) on the disk 153° away from 
the contact point of the rider. The disk was rotated 153° to bring the 
contact spot under the electron beam for AES analysis. Electrostatic 
deflection plates in the electron gun permitted the electron beam (and 
thus the analyzed spot) to be moved radially in and out of the circum- 
ferential track of the contact spot. The Auger spectrum was displayed 
on an oscilloscope screen with a sweep time of 0. 1 second. A typical 
Auger spectrogram Oi. a tungsten disk after bakeout is shown in fig- 
ure 2(a). The ordinate is the derivative of the secondary electron 
energy distribution, while the abscissa is the secondary electron energy. 
The disk is not clean and some oxygen and carbon are present on the 
disk. 


Specimen Preparation 

The disks were lapped and then polished to a mirror finish (2 mi- 
croinch CLA) with 6 micron diameter diamond paste. They were then 
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solvent cleaned. The last washing was with ethyl alcohol and the speci- 
mens were then placed in the experimental chamber. 

The PTFE was high purity, high density, research grade in the form 
of 3/8 inch diameter rod. The end was machined to a radius of 0.475 
centimeter (3/16 in.) and then abraded smooth with 600 grit polishing 
paper. Finally, it was washed with ethyl alcohol. 

In order to obtain an atomically clean surface, the disk was sub- 
jected to argon ion bombardment. This was accomplished by applying a 
1000 volt negative potential to the disk at a chamber pressure of 30 to 
100 millitorr of argon. Under these conditions a glow discharge sur- 
rounded the disk. The argon ions sputtered the surface of the disk ex- 
posing clean metal. Although not shown in figure 1, a retractable metal 
cup was inserted over the PTFE radius to prevent deposition of metal 
sputtered from the disk. This cup also prevented the PTFE from being 
subjected to the "CASING” treatment (crosslinking by activated species of 
inert gases) (ref... 8).' As the termination of sputtering, the argon was pumped 
out by sorbtion pumps and then the ion pump turned on to return the sys- 
tem to a pressure of 1x10“ ^ torr. A spectrogram of a tungsten disk 
after cleaning is shown in figure 2(b). Note the absence of carbon and 
oxygen. The system pressure after sputtering was sufficiently low to 
allow the disk to remain clean for at least one hour (as verified by AES). 

The disks, after being cleaned by argon ion bombardment, exhibited 
an Auger spectrum characteristic of the pure metal. Whatever impurities 
were present in the disk could not have contributed greatly to the inter- 
action of the disk with the PTFE since they were not detected within the 
limits of sensitivity of the spectrometer (<0. 01 monolayer for carbon). 
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Thus, a documented chemically pure metal surface free of all oxides and 
adsorbed gas (except possibly hydrogen, which is not detectable by AES) 
was generated. 


PROCEDURE 

After the specimens were mounted in the chamber, it was baked at 
250° C for 12 hours to achieve a base pressure of lxlO -10 torr. The 
disk was then cleaned by argon ion bombardment, usually for one hour, 
and its cleanliness checked by AES. If free of contaminants, the disk 
was ready for contacting by PTFE. 

For the static contacts the PTFE was pressed onto the disk by the 
deadweight loading system shown in figure 1. Both initiation and termi- 
nation of the contact were effected perpendicular to the surface of the 
disk, care being taken not to introduce tangential motion to the PTFE. 
After the contact and retraction of the rider from the disk, the disk was 
rotated 153° to bring the point of contact under the electron beam for 
AES analysis. The disk could be accurately positioned by means of an 
angular scale on the housing of the magnetic rotary feedthrough. 

For the sliding contact, the PTFE rider was first loaded onto the 
disk and then rotation of the disk commenced. The circumferential 
track of the contact spot was analyzed by AES while the disk was rotating. 
The presence of PTFE on the metal surface was indicated by the 270 eV 
carbon and 655 eV fluorine peaks in the Auger spectrogram. 
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RESULTS 
Static Contact 

The purpose of these experiments was to determine whether PTFE 
transfers to a metal surface under static contact and, if such transfer 
did occur, to explore the conditions under which the transfer took place. 
Atypical series of spectrograms is shown in figure 3 for PTFE contact- 
ing an aluminum disk. Figure 3(a) shows the spectrogram of the disk 
prior to sputter cleaning. Carbon and oxygen are present. After sput- 
tering, the carbon and oxygen are absent and the 70 eV aluminum peak 
is seen on the left-hand side of figure 3(b). After contact of 500 grams 
for five minutes both carbon and fluorine are found in the spectrogram 
of figure 3(c), indicating the presence of PTFE on the disk. 

The amount of PTFE transferred was independent of the dwell time 
of the rider on the disk for dwell times between 5 seconds and 5 minutes. 
The transfer did depend on the loading, however, becoming negligible 
for loads below 100 gms. This dependence is probably due to both the 
enlargement of the apparent area of contact and to the real area of con- 
tact by distortion of the rider under compressive loading. No great dif- 
ferences in the amount of PTFE transferred were noted for loads between 
250 and 1000 grams, the maximum load used. Repeated contacts with the 
rider on different parts of the disk were made with essentially the same 
amount of PTFE observed each time. 

The amount of PTFE remaining on the surface of the disk is difficult 
to estimate with AES. The size of the peaks in the spectrogram are pro- 
portional to the abundance of the different species on the surface. Since, 
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however, the Auger electron yields of the elements are different, each 
element requires a separate calibration procedure. The size of the car- 
bon Auger peak in figure 3(c) represents somewhat less than a mono- 
layer of carbon, as estimated by experience in our laboratory. However, 
this is an average figure since the PTFE may be in clumps within the 
analyzed spot instead of spread out uniformly. 

Transfer of PTFE to atomically clean metals by static contact was 
observed for all materials used. The metals nickel, tungsten, copper, 
aluminum, iron, and tantalum were used in disk form. Gold and silver 
films (~2000 A) were deposited on metal disks by ion plating (ref. 9). 

Gold films were also deposited by thermal evaporation. An Auger spec- 
trogram of a gold surface before and after contact is shown in figure 4. 

The possibility that the transfer of PTFE to metal might be affected 
by the presence of an oxide film on the metal was investigated by two 
methods. In the first method, high purity oxygen was admitted to the 
chamber after the disk surface had been sputter -cleaned. The oxygen 
chemisorbed on the surface to monolayer coverage. Static contact was 
initiated and again transfer of PTFE was observed. Thus, the presence 
of a monolayer of chemisorbed oxygen does not affect the transfer. 

A more conclusive experiment involved the use of an oxidized alu- 
minum disk. It is known that the natural oxide layer on aluminum is 
many layers thick. Removing the adsorbed carbon dioxide and carbon 
monoxide by a short sputtering (20 min) exposed the ’'clean” aluminum 
oxide layer (fig. 5(a)). Static contact was initiated and again PTFE was 
found on the surface (fig. 5(b)). Thus PTFE transfers to the oxide of 
aluminum as well as the clean metal, implying that the chemical activity 
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of the substrate is not an important factor in the transfer observed in 
these static contact experiments. 

Sliding Contact 

There were two objectives in the sliding contact experiments. The 
first was to use AES to obtain information on the characteristics of 
PTFE transferred to metals in the sliding process. The second was to 
investigate the friction of PTFE on well characterized metal surfaces. 

Sliding contact was initiated on a tungsten disk. The velocity was 
0. 07 centimeters per second and the load was 250 grams. The disk was 
atomically clean and its Auger spectrogram is shown in figure 2(b). A 
transfer film of PTFE is generated on the disk on the first revolution as 
shown by the Auger spectrogram in figure 3. The size of the carbon and 
fluorine peaks are much larger than in the static contact experiments, 
indicating the presence of larger amounts of PTFE on the surface. 

The film is uniform across the track as indicated by the constancy 
of the peaks when the deflection plates in the electron gun move the beam 
across the track. T^e film is also uniform and continuous along the cir- 
cumference of the track as indicated by the constancy of the peaks 
throughout the first revolution of the disk. 

Notice that the tungsten peak is still visible in the Auger spectrum 
shown in figure 6. This indicates that the film is only a few monolayers 
thick, since AES is sensitive only to the first few layers on the surface. 
Further evidence for this estimate of the thickness comes from the time 
of less than 20 minutes necessary to remove the film by sputter -cleaning. 
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Since oxide films many layers thick can be removed in one-half to one 
hour, the PTFE film should only be a few layers thick. 

Information on the structure of the film and its interaction with the 
substrate may be obtained from the time dependence of the Auger peaks 
when the disk is stationary and the electron beam impinges on one spot 
of the surface. In figure 7, two spectra are exhibited, taken 60 seconds 
apart. It is seen that the fluorine peak has decreased while the carbon 
and tungsten peaks have grown. The incident 2000 eV electrons have 
severed the carbon -fluorine bonds in the PTFE and the fluorine has de- 
sorbed from the surface. The carbon remains behind on the surface. 
With the departure of the fluorine, Auger electrons from the carbon and 
tungsten beneath the fluorine can leave the surface and enter the ana- 
lyzer, resulting in growth of these peaks. Exposure of the surface to 
the electron beam for about one minute resulted in complete disappear- 
ance of the fluorine peak (fig. 7(b)). 

To realize the significance of these results for the interaction be- 
tween PTFE and the substrate it is necessary to consider some general 
characteristics of electron induced desorption of surface species. It 

has been established that the cross section (desorption probability) for 
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electron desorption of chemisorbed surface species, ~10 square 
centimeters, is orders of magnitude smaller than the ionization and 

1 p 

excitation cross sections for free atoms and molecules ~10 - square 
centimeters (refs. 10 and 11). It has been proposed that the small cross 
section is due to the reformation of the bond initially broken by the bom- 
barding electrons by tunneling of electrons from the metal to the excited 
atom before it can leave the surface. Such tunneling occurs only if the 
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surface species is in intimate electronic contact with the metal, e.g. , 
chemically bonded to it. 

The cross section for fluorine desorption may be calculated from 

the time dependence of the fluorine peak and the equation 

S(t) = S(0) exp (-crJQt). Here S(t) is the magnitude of the fluorine peak 

at time t, Jq is the incident electron flux and a is the cross section 
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for electron induced desorption of fluorine. A value of a ~ 5xl0 - 
square centimeters is obtained from the decay of the fluorine peak. 

This value is much larger than that appropriate for species chem- 
ically bonded to the metal and the conclusion is that there is no chem- 
ical interaction between the fluorine in the PTFE and the metal sub- 
strate. The value of the cross section is smaller than that for excita- 
tion and ionization of free molecules and this is probably a consequence 
of the multilayer structure of the film. That is, a fluorine ion detached 
from a carbon in the interior of the film is likely to reform a bond with 
another carbon in the film, resulting in a cross section for fluorine de- 
sorption smaller than that of an isolated PTFE chain. 

In contrast to the desorption of fluorine by the electron beam, the 
carbon remains on the surface. This behavior is consistent with the 
polymeric structure of PTFE, which is depicted in figure 8. While there 
is one chemical bond between fluorine and the carbon, the carbon atoms 
have four bonds, two with other carbons and two with fluorine. Since the 
two bonds retaining the carbon in the chain must both be broken for it to 
be desorbed, such desorption is a highly unlikely event with the electron 
beam current densities employed herein. 
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It thus appears from observations with AES that the transfer film is 
indeed a polymeric chain and that the fluorine in the film has no chemical 
interaction with the metal. 

To further investigate the sliding of PTFE on well characterized 
metal surfaces, the coefficient of friction was measured. Under the con- 
ditions of a 250 gram load, a sliding velocity of 0. 07 centimeter per sec- 
ond, and an atomically clean tungsten disk, the coefficient of friction was 
0. 08 during the first revolution of the disk. This value for PTFE sliding 
on clean tungsten is the same value obtained for PTFE sliding on glass 
and PTFE on metals in air (ref. 2). 

To assess the effect of surface contaminants or films on the friction 
of PTFE, the disk was allowed to continue for a second traversal. The 
PTFE was then sliding on its own transfer film. It was found that the 
friction force was unchanged upon this second traversal. It thus appears 
that for PTFE sliding in vacuum neither the chemical activity of the sub- 
strate nor the presence of contaminant films influence the force of 
friction. 

Although the frie^on was independent of the chemical constitution of 
the substrate, the mechanical strength of the disk could greatly influence 
the sliding behavior of PTFE. An interesting illustration is furnished by 
sliding PTFE on aluminum in vacuum at 500 gram load and at 1 centimeter 
per second sliding velocity. The result obtained after 26 revolutions of 
the disk is shown in figure 9. Identical results are obtained with the nat- 
urally occurring oxide film either present or sputtered away. Note that 
aluminum chips are covering the surface and there is present a curl of 
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metal under the rider. The PTFE film transferred on the first revolution 
was removed by this scoring process. 

Apparently wear fragments of aluminum are produced in the sliding 
process. These fragments lodge in the PTFE rider and then serve to ac- 
tually machine the surface. This machining phenomenon is also observed 
in air but to a much lesser extent. This difference in air and vacuum is 
probably due to the reformation of the oxide film in air so that the metal 
tipped rider must dig into the harder oxide rather than the soft aluminum 
metal when in vacuum . 

The plucking of wear fragments from the substrates was also observed 
for PTFE sliding on copper and gold film ion plated on tungsten. However, 
due to the higher strength of the substrate, there was little machining. 
These observations point to the danger of sliding PTFE on soft metals such 
as copper, aluminum, or gold. Once wear particles lodge in the rider, 
the coefficient of friction no longer reflects any fundamental interaction be- 
tween PTFE and the metal but rather the machining or plowing action of 
the metal -tipped PTFE rider. This is illustrated in figure 10 in which the 
coefficient of friction of PTFE on aluminum and tungsten is plotted. Ini- 
tially, the coefficient of friction of 0. 08 is the same for both disks, in ac- 
cord with previous observations. However, as the rider picks up wear 
fragments from the aluminum disk, the friction rises to much higher 
values and becomes erratic. The friction of the tungsten disk is very 
smooth and is unchanged upon a second revolution of the disk. 



17 


DISCUSSION 

Auger emission spectroscopy has been used to observe PTFE transfer 
to metals following tensile fracture of static contact. It is important to 
understand the adhesive mechanism that is responsible for this transfer. 

Consider first the possibility of the formation of chemical bonds 
(ref. 6). The ends of the polymer chains in the rider probably consist of 
unsatisfied carbon bonds (i.e. , active radicals). Pressing the rider onto 
the disk would establish intimate contact of the PTFE with the metal at 
the interfacial junctions with the formation of carbon-metal bonds. These 
carbon -metal interfacial bonds may be expected to be stronger than the 
carbon -carbon covalent bonds in the PTFE. Tensile fracture of the junc- 
tions should then result in fracture of the cohesive bonds in the PTFE, 
leaving PTFE on the surface, as observed. 

Such an adhesion mechanism, however, would be expected to be 
chemically specific. That is, the transfer should depend on the chemical 
activity of the substrate. Atomically clean metal surfaces such as tung- 
sten or aluminum are indeed very active and will form chemical bonds 
with carbon. However, after the surface is passivated with a monolayer 
of oxygen, transfer was observed. Also, copper, gold, and aluminum 
oxide are chemically inactive and transfer would not be expected to occur. 
Since the transfer is observed whatever the chemical constitution of the 
substrate, an explanation in terms of chemical bond formation alone is 
unlikely and a more general bonding mechanism must be sought. 

The possibility that the observed transfer may be an artifact of the 
method of preparation of the PTFE rider must be considered. Prepara- 
tion of the specimens by abrasion may have created a highly disorganized 
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surface region with many small islands or strands of PTFE that lack 
covalent bonding or through -going chains to the main body of the polymer. 
Such weak boundary layers have been considered to be responsible for the 
weakness of polymer bonding to substrates. The absence of covalent 
bonding to the main body of the polymer makes these regions, vulnerable 
to detachment by general physical or Van der Waals forces from the 
metal. This mechanism is expected to be independent of the chemical 
constitution of the substrate, as observed. However, the number of these 
islands on the specimen should be depleted as the number of contacts 
made increases. Thus, a continuous decrease in the amount of polymer 
transferred would be observed as repeated contacts are made. Such a 
continuous decrease is, however, not observed. Thus, the transfer can- 
not be considered an artifact of the method of preparation of the polymer 
specimen. 

It thus appears that the observed transfer is due to true cohesive 
separation in the polymer. Van der Waals forces have usually been con- 
sidered to be responsible for bonding of polymers to substrates (ref. 12). 
Presumably they are clso responsible for the transfer observed here. 
These forces are present between all atoms and are not as strongly a 
function of the particular elemental species involved as with chemical 
activity. Although these forces, in themselves, are not as strong as the 
covalent bonds of the polymer, the separation in the polymer can prob- 
ably be explained in terms of the fracture mechanics of the interfacial 
junctions. This is the manner in which cohesive fracture of polymers 
adherends is usually considered (ref. 12). 
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In this connection the relevance of AES for the general field of polymer 
adhesion should be indicated. In the field of tribology it is important to 
identify the locus of failure of a polymer -metal composite that is separated 
in a tensile or peel test (ref. 13). The separation is said to be "inter - 
facial" if no polymer can be detected pn the metal. The metal has usually 
been examined with microscopic or spectroscopic tools that have less sur- 
face sensitivity than AES. Post -separation examination with AES, with its 
sensitivity to fractional monolayer concentrations, may reveal, as sus- 
pected by some, that interfacial separation never occurs and some polymer 
always remains on the metal. 

The sliding experiments here have shown that the coefficient of friction 
of PTFE on tungsten in ultrahigh vacuum is the same whether the rider 
slides on atomically clean tungsten or on its own transfer film. The coef- 
ficient of friction of 0. 08 is the same as that for PTFE sliding on itself or 
clean glass in air for equivalent loading and sliding velocity. It thus ap- 
pears that the coefficient of friction is independent of chemical constitu- 
tion of the substrate and ambient environment for these loads and speeds. 
This behavior is in s>arp contrast to the behavior of most systems in 
which chemistry and environment are all-important determinants of fric- 
tion. This is further confirmation of the uniqueness PTFE as a friction 
and wear material. Certainly the usual concepts employed in the adhe- 
sion theory of friction (refs. 3 and 4) must be modified to deal with such 
a situation. 

Makinsen and Tabor (ref. 2) have proposed a model for the friction of 
PTFE that employs two physical mechanisms. The first is the traditional 
one of adhesion between the polymer and the substrate. The second, is 
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that tangential motion of the contact results in the drawing out of lamellae 
of polymer from the body of the rider. The friction force thus results 
from the force necessary to draw these lamellae out and is not due to the 
traditional one of fracture in shear of adhesive junctions between the con- 
tacting bodies. Based on this view, as long as there is sufficient initial 
adhesion to allow the drawing process to proceed, the friction should be 
independent of the environmental and chemical constitution of the sub- 
strate. The sliding experiments reported here together with the exper- 
iments of MaMnson and Tabor are in accord with this prediction. 

The other part of the sliding mechanism, the adhesion necessary to 
anchor the lamellae, has up to now received only circumstantial support. 
Makinson and Tabor considered the adhesion ? 'very strong* * whereas 
Steijn noted that it needs to be only strong enough to permit the drawing 
of lamellae to proceed. Here it has been shown that there is strong 
enough adhesion initiated by mechanical static contact to allow fracture 
in the PTFE. This adhesion would then be strong enough to anchor the 
lamallae. The adhesive transfer observed by static contact is, like the 
friction force, independent of the chemical constitution of the substrate. 
Thus, an important aspect of the lamellae -drawing model of the friction 
of PTFE has been confirmed. 

It is now of interest to compare the mechanism of friction of PTFE 
with those materials that obey the adhesion theory of friction. The fric- 
tion of these latter materials arises from the force necessary to break 
adhesive junctions, the strength of which depends on the chemical con- 
stitution of the substrate. These junctions are constantly being broken 
and reformed during sliding, so that the coefficient of friction furnishes 
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information on the adhesion between the sliding bodies. With PTFE, on 
the other hand, the friction force is due to the drawing of lamellae from 
the body of the rider. Since there always seems to be sufficient adhesion 
to anchor the lamellae, the coefficient of friction is the same for all hard 
substrates and gives little information about the adhesion between PTFE 
and the substrate. Further information on adhesion must come from 
static contact experiments such as described herein, or from peel or 
tensile tests of PTFE -metal couples. 

As a final observation on the adhesion mechanism, it should be rec- 
ognized that the adhesive force is strong enough to generate wear par- 
ticles from soft metal substrates. This observation may lead to further 
information on the strength of adhesion by studying the wear process as 
a function of the strength of the metal substrates. Such a study would be 
complimentary to the studies involving peel or tensile tests of melt- 
formed joints in that the wetting process is not involved in the formation 
of the adhesive junction. 


SUMMARY OF RESULTS 

The new technique of Auger emission spectroscopy has been used 
here to detect polytetrafluoroethylene on metal surfaces in ultrahigh 
vacuum. Concentrations of polymer of less than one monolayer were 
observed. 

AES has shown that PTFE transfers to metal surfaces following 
static compressive contact. There is sufficient adhesion of PTFE to 
the substrate to allow separation to occur in the PTFE. This adhesive 
transfer appears to be independent of the chemical constitution of the 
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metal and the presence of oxide films on the surface. It thus appears that 
the usual Van der Waals forces are responsible for the separation within 
the polymer. 

For PTFE in sliding contact with a hard metal surface a uniform con- 
tinuous film of PTFE only a few atomic layers thick is detected by AES. 
The transfer film is generated on the initial pass of the PTFE over the 
surface. The fluorine in the film is rapidly desorbed by the 2000 eV, 

70 microampere electron beam, showing that the fluorine in the film has 
no chemical interaction with the metal. The coefficient of friction of 
PTFE sliding on atomically clean or oxidized metal in ultrahigh vacuum 
was 0. 08 at a load of 250 grams and a sliding velocity of 0. 07 centi- 
meters per second. This coefficient of friction is the same for PTFE 
sliding on glass in air. The friction of PTFE appears to be independent 
of the chemical constitution of the substrate. These results furnish sup- 
port for the Makinson -Tabor lamellae -drawing picture of the sliding of 
PTFE. 

PTFE sliding on soft metals can generate wear particles of the 
metal that lodge in ti.3 PTFE and machine the substrate. Such machin- 
ing removes the transfer film initially generated. The generation of 
wear fragments of metal further characterizes the adhesion of PTFE to 
metals. 
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Figure 1(a). - Friction apparatus with Auger spectrometer. 



Figure 1(b). - Schematic of Auger cylindrical mirror analyzer. 
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SECONDARY ELECTRON ENERGY (VOLTS) 

(b) AFTER SPUTTER CLEANING FOR 1 HOUR. 
Figure 2, - Auger spectrogram of tungsten disk. 




(a) AFTER BAKEOUT AT 250° C FOR 12 HOURS. 
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(b) AFTER SPUTTER CLEANING FOR 1 HOUR. 


SECONDARY ELECTRON ENERGY (VOLTS) 

(C) AFTER 250 GRAM LOAD STATIC CONTACT FOR 5 MINUTES WITH PTFE. 

Figure 3. - Auger spectrogram of aluminum disk. 
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(a) CLEAN SURFACE. 



SECONDARY ELECTRON ENERGY (VOLTS) 

(b) AFTER 500 GRAM LOAD STATIC CONTACT FOR 1 MINUTE WITH PTFE. 

Figure 4. - Auger spectrogram of gold surface. 
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(a) AFTER SPUTTER CLEANING FOR 20 MINUTES. 


SECONDARY ELECTRON ENERGY (VOLTS) -*~ 

(b) AFTER 500 GRAM LOAD STATIC CONTACT FOR 5 MINUTES WITH PTFE. 
Figure 5. - Auger spectrogram of aluminum surface. 
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SECONDARY ELECTRON ENERGY (VOLTS) 


Figure 6. - Auger spectrogram of tungsten disk after 1 pass of PTFE rider. 
250 gram load, 0.07 centimeter per second sliding velocity. 
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T (a) DISK WITH PTFE FILM GENERATED BY 100 GRAM LOAD SLIDING 
dN VELOCITY OF 1 CENTIMETER PER SECOND. 
dE 


SECONDARY ELECTRON ENERGY (VOLTS) 

(b) SAME SPOT ON DISK AS ABOVE. 1 MINUTE TIME INTERVAL, 
70 pa BEAM CURRENT. 

Figure 7. - Auger spectrogram of tungsten disk. 





Figure 8. - Chemical struc- 
ture of PTFE. 
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Figure 9. - PTFE rider on aluminum disk. 500 gram load, 1 centimeter 
per second sliding velocity, 26 revolutions in vacuum. In (a), the 
Auger spectrometer has been removed for the photograph. The surface 
of the disk is covered with aluminum chips and the PTFE rider has 
aluminum chips imbedded in it. 


COEFFICIENT 
OF FRICTION ' 



Figure 10. - Coefficient of friction of PTFE on aluminum disk and 
tungsten disk in vacuum. 
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